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ABSTRACT OF THE DISCLOSURE 

A method for producing an oxide ceramic shaped part includes pressing a 
powder provided with a binding material or a powder mixture of an oxide ceramic into 
5 a shaped part, pre-sintering the shaped part at substantially atmospheric pressure and a 

temperature of 600 to 1,300 °C, and evacuating a closed container in which the pre- 
sintered shaped part is disposed with the shaped part having a maximum density of 10 
to 90 %. The container is at an absolute pressure of less than 40 mbar. Subsequently, 
an infiltration material is applied onto the shaped part via infiltration with the 
10 infiltration material operating to seal off the shaped part relative to the surrounding 

atmosphere. The length of time of the infiltration is preferably 1 to 10 minutes. 


